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PACKING SLIP/ 


Castle Metals® CERTIFICATE OF CONFORMANCE 


A. M. Castle & Co. 
Page 1 of 1 


Pack Slip No:2817872 


A. M. Castle & Co. (Canada) Inc. 
Toronto 
2150 Argentia Road 


MISSISSAUGA, ON L5N 2K7 


Sold To: 


DART AEROSPACE LTD 
1270 ABERDEEN HAWKESBURY, 
ON K6A 1K7 CA 


1270 ABERDEEN 
HAWKESBURY, ON K6A 1K7 CA 


1270 ABERDEEN HAWKESBURY, ON K6A 
1K7 CA 


Date Shipped [F.0.B. | Freight Terms [Carrer | BOL No Delivery No 
23-JAN-2016 [ORIGIN [Prepaid SSS LOCALFLEET 2830743 [421556766 


Shipment Details Final Destination Branch - 


TIME OF DELIVERY 
Details ALL PAPERWORK MUST FOLLOW ORDER / CUSTOMER MUST RECEIVE AT TIME OF DELIVERY 


pOrder No [Line No Tem Nes Ra 
ALL MATERIAL MUST HAVE IDENTIFYING MARKINGS EX:HEAT #’S 
ALL MATERIAL MUST HAVE IDENTIFYING MARKINGS EX:HEAT #'S 


4995880 1 23972.BO S13.5000.RD.17CR-4N1. STAINLESS.C 0} 132.0000-156.0000 
Email P/s and certs to: clavoie@dartaero.com 
Email P/s and certs to: clavoie@dartaero.com 


SPECIFICATIONS: AMS 5643 
Purchase Order No Ordered Qty [Invoice Qty Cs 
END USER: DART AEROSPACE 
E 


ALL PAPERWORK MUST FOLLOW ORDER / CUSTOMER MUST RECEIVE AT 
|PartNumber 
en RETIN, ccs meee 
DUSE: COMMERCIAL AIRCRAFT PARTS 


——s 


MilvSource feat Nurtihe [MechiD_ | PCS | Width (N) | Length (IN Shipped Oty (LBS) 

a | Fs es C2. meee 
aE I 

rT ES. 


We hereby certify the material covered by this certification conforms in accordance with the above specifications and has been found to meet (he applicable 
Test reports are on file subject to examination. All claims for defective material are waived unless made in writing lo pons asile & Co. within 60 days of the 
for credil. 

Reviewed by Authorized Castle Mclals Represenialive: 


31 January 2018 13:50:17 PM Requested by Delaney, Eric (Eric) 


1/29/2018 PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 


= Hawkesbury, ON PURCHASE ORDER 
OART PO038421 


Tel (613) 632-5200 
5637874 


AEROSPACE 


MEC002-VU PO No: PO038421 


igo ie na PO Date: 11/20/17 
“UO. BO 
” Due Date: 1/18/18 


Toronto 
ON Purchase Order 


MS5W OES Canada Revision: 
Revision Date: 
Ship-To Contact: Lavoie, ChantalPhone: 
clavoie@dartaero.com 


1270 Aberdeen Street 


Hawkesbury ‘ 
ON Via: Ground 


K6A 1K7 Canada Pymt Terms: Net 30 
Phone: 613-632-5200 Freight Terms: 


Special Comments: 


Line Supplier Due | Order |Received Unit Extended 
Item Part No Description Status} Date | Quantity eee Balance|Price (USD)| Price 


17-4 SS H1150 Round Bar 3.500" ~—- Firmed_ 1/29/18 12 ft 12 ft $112. 93M jets 355.16 


: MATERIAL: 17-4 PH CONDITION | | 
H1150 | | 

receive ft | | a | “JAN 7 018 

DAS see aren $1,355.16 


Procurement Quality Clauses 

A005 right of entry 

A012 chemical and physical test report 

A016 personnel qualification 

A017 raw material identification (as applicable) 
A026 certification of material conformance 
A041 quality management system 

A042 dart notification by supplier 

A043 retention of quality documents 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 
A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 
www.dartaerospace.com for further explanation. 


Plex 1/29/18 3:15 PM dart.lavoie.chantal 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL AQ19-4-A 150 RS. 500 
DATE JAN 3 1 2018 


MATERIAL CERT REC'D ) AXS 
Sona: ee ‘ 
QUANTITY RECE!VED: \ 


eS 
QUANTITY INSPECTED ay 
QUANTITY REJECTED F 
| NCR 
DESCRIPTION | (Check } COMMENTS 
Y/N) | 
SURFACE DAMAGE iS, veka accier 
CORRECT FINISH iY | N ae a ee 
CORROSION Bawi ate aaa = saa ler einer ~ 
___ CORRECT GRAIN DIRECTION CY} N | ee 
CORRECT MATERIAL PER M- peawins YIN As 04 ——— 
ORRECT THICKNE to N | ia lel eee ae 
~ PHOTO REQUIRED Y iN) eae eee - 
CORRECT REF # TO LINK CERT OLN Pattee Z6PS oS : a ee 
SS T MATERIAL !DENTFICATIO! 1 | N oes gee 


ES THIS MATERIAL REQUIRE 

ENGINEERING SIGN OFF 

— THIS REQUIRE AN 
XTRUSION REPCRT 


SuT SAMPLE PIECE OF MATERIAL AND PR=FORMA-ARDNESS CHECK ~—— 
RECORD RESULTS BELOW 


/ DUROMETER 


READING 


‘TYPE OF MATERIAL 
‘S.25 OF TEST SAMPLE — 


testers located in the Quality Office 


DAS 
INSPECTED BY: 49 SIGNED OFF 8Y: 


~:\S ORMS\Quaiity Assurance\app-oved QA\MRIF Material Receipi inscectton =orm revO 
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.From Valbruna Stainless inc Oste 4/5/2017 To AMCASTLEACO SOs AS73608 tng 1 PO# 422951 Port H630235RT Heatt 265831 Teg 8518692A 


VALBRUNA Product Certification Report 
Report Number: 5272160 


SLATER STAINLESS, INC. 
3400 TAYLOR WEST « PO B04 G30 


Pras 240 tie fo = FAL 260 434 2001 Certified on Dec 15, 2016 Page 1 of 2 


Melt Date: 


VALBRUNA STAINLESS, INC VALBRUNA STAINLESS, INC. 
Shi 370 VILLAGE DRIVE Sold 370 VILLAGE DRIVE 
To CAROL STREAM, IL. 60188 Ol@ CAROL STREAM, IL 60188 


Po. U23est - crac JS974 


UG fh 
n H-1150 


Condi 


ASMESA 564 13 AMS 56430 (except finish) 


HL15.0 f~\ 
MICAL ANALYSIS 
c Mn P s Si Cr Ni Mo Cu N Ch Ta 
-039 -46 -023 -020 -46 15.84 4.33 Ld ‘3.27 .028 250 -0032 


Cb+Ta 
Se eee ee ee ee 
(E-10) 


BRINELL {Type A device) 
BBW 


ROOM TEMP TENSILE ASTM E8-16a 


TS (PSI) -24YS (PSI) %EL(2") %RA 


CHARPY V NOTCH E23-16b 10x10mm 
FI/LB FI/LB FI/LB LAT EX LAT EX LATEX %SHR %SHR %SHR AVG FT LB 
63 67 69 21 26 27 50 50 $0 66 


TEST (F) 
a pn npc cg a 
GNETIC PARTICLE to AMS2303F 


MA 


FREQ SEV 
AVG _.08 21}, 
MACRO ASTM E340-15/8381-01 


MACRO 
OK 
OK 


OK 
GRAIN SIZE ASTM E£112-13 


GRAIN SIZE Etchant Magnification X 
7 Marbles 100 


Results relate only to the hems tested. Certification shat not be reproduced except In full, without writen approval of Valbruna 
Slainless inc. The recording of fatse, fictitious, or fraudulent statements on this document may be punished as a felony under 
federal statutes, Including Federal law Tile 18, Chapler 47. Consult material safely data sheet (MSDS) for hazard info. 

| hereby certify that the reported figures are correct as contained in the records of the corporation. 


Manager Laboratory Services Rd b Fanfutha 


an TLandwehr@valbruna.us Tad Landwehr 


. From: valbruna Stainless inc Date 4/2017 To AMCASTLE&CO SOs ABZ3808 Ln { POS 422851 Pan H6IO3S5RT Heatt 268831 Tag: 5$16692A 


—VALBRUNA _ TAC 2 3T7 a Report Number: 5272160 


JT ARE AISEEL NET «Poe we 
Prange 260 434 2ogg - FAK 260 434 ZBO1 


7, ho 4224651 Product Certification Report 


Din { Dia a Dim HextlD,  CustomertO. | Customer Purchase Orter 
3.5000 - 9000 -0000 268831 002472 51869 
Product Shape Produc: Surtsce Gurtower Orage 


Rounds HR & Rough Turned 630 
Lengts (inches) Bw of Lading 2 Welgtt 


132.000 Min. 156.000 Max. 428330 Melt Date: 10/12/15 
VALBRUNA STAINLESS, INC VALBRUNA STAINLESS, INC. 
Ship 379 VILLAGE DRIVE Sold 370 VILLAGE DRIVE 
CAROL STREAM, IL. 60188 * CAROL STREAM, IL 60188 
Oo 


PERCENT FERRITE (AMS 2315) 

% FERRITE Etchant Magnification X 
AVG 0 
Solution heat treated at 1900 degrees F for 1 Hour min. and air cooled. 
Heat treated at 1150 degrees F for 4 hours and air cooled. 
Chemica! testing to one ur more of the listed ASTM methods: 

E415-14, E1019-11, E1086-14, 

Location of tensile fracture: inside middle of gage length, %elong afer fracture. 
Chemical Analysis performed at Acciaierie Valbruna, Italy. 
No mercury or ow melting alloy contamination. No weld repair. 
Material meited in Italy, manufactured in the United States, 


Material conforms to listed specifications. DFARS compliant. Our heat treai furnaces use air atmusphere. 
li i i i 001200 i ¥ EN 10204 3.1 


Results relate only to the items tested. Certification shall not be reproduced except in full, without written spprovat of Valbruna 
Stainless Inc. The recording of false, fictitious, or fraudulent statements on this document may be punished as a felony under 
federal statutes. Including Federal law Title 18, Chapter 47, Consult material safety data sheet (MSDS) for hazard info. 

! hereby certify that the reposted figures are correct as contained in the records of the corporation. 


Manager Laboratory Services RLE Findtde 


emsa TLandwehr@valbruna us Tad Landwehr 


